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(54) title: THREE DuVIENSIONAtl- STRUCTURED PRINTING 



^ (57) Abstract: A process for forming a three-dimensional article in sequential layers in accordance with a digital model of the 
article/ The process comprises the steps of defining a layer of powder material, applying a liquid reagent to the powder layer in a 
pattern corresponding to the digital model, and repeating these steps to form successive layers. The powder.comprises a first reactive 
component and the liquid includes^second active component capable of reacting with the first reactive : component so that the article 
is built up in layers. 
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Three-Dimensional Structured Printing 

The present invention relates to three-dimensional structured printing, more 
specifically, a method of forming 3-D objects by jet printing techniques using ^ 
5 computer models. , 

The process involved in manufacturing articles or parts is undergoing a considerable 
streamlining of workflow, enabled by the advent of high speed deslctop computing 
with high processing capability, versatile CAD software able to create and represent 3- 
1 0 D objects, and high speed transmission of created digital files for global distribution. 
Within this developing scenario, it is of growing importance to have the ability to 
translate the created three dimensional digital files into handleable objects which truly 
represent or "proof 1 the digital files. This is particularly so when the created objects 
actually have the functionality of the objects which are to be manufactured, ultimately. 

15 

"Rapid Prototyping" systems were devised several years ago to provide such 
capability. In particular, stereolithography has developed as a technique capable of 
creating high accuracy 3-D objects using layerwise digital curing of photopolymers. 
This has developed significantly as a pioneering technology to produce three 
20 dimensional objects using UV lasers and liquid photosensitive photopolymerisable 
resin mixtures from CAD files, however, the equipment is at present expensive and 
requires expert users. 

An example of this can be found in US-A -4,575,330. In This case, a digital 
25 ^representation of a 3-D object is taken .and converted into a succession of -digital ; ir 
lamina6. A thin layer of a UV photosensitive curable liquid polymer is formed on as /- 
platform and this is cured m the desired pattern using a UV laser source directed to tb£ 
appropriate positions on the liquid layer in accordance with the digital representation 
v* - of the respective lamina. This is then repeated. Ar: problem with this system is thatifei^ 
30 restricted in the materials available and does not readily allow for variations in the r 
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composition of the object 

• ; ; - Another existing technique" which is in some-ways similar, is tlie laser sintering of v : v r 

- ; vv' successive powder layersas- shown- in US 4:863,53 8\ Examples ofanother system 1 can 
f. ... .5 • be found inUS-A-5 5 204,055 and US-A-5 5 340 ? 656.^These describe applying a liquid 

•-■ .... : to-successive powder layers in order to bond the-powder layers ii^the required pattern. - > 

^■;^,v;:;.c^,;:^ US-A-5,807,437, the liquid is applied effectively using-inkjet noizles^which enable 
variable deflection of the liquid droplets. A drawback of those systems is that the 
object produced can be delicate and prone to damage. 

10 

A more recent development is the hot-melt system, described in US-A-5,855,S36. In 
this case a solid formulation is heated until it melts and is sprayed in a desired pattern 
on to a substrate. It then cools and solidifies, and the sequence is repeated to build a 3- 
D object. The formulation includes a reactive component which is finally activated to 
15 cure the object. A disadvantage here again is that the materials available are extremely 
limited. 

It is an object of the present invention to provide a process for forming a 3-D object 
which does not suffer the drawbacks of the prior art systems. More specifically, the 
20 invention seeks to provide a method which can produce an object which is robust and 
which can have varying micro and macro properties. It is a further object to provide 
void-free objects. 

According to one aspect of the invention, there is provided a process for forming a 
:s&*2$>^ layers ina^ord<m^ M/^T.^ - 

:^ . as* . -^y.; ■ mOjdel of the .article, the defining a layer of powder-,; vCti*;?^) 

j, ir < - ma^afe;ap|#ing^Mquid recent to the powder layerih a pattern correspon^ngfa '^&r^>Jg$ 

the re^ective cross-sec^ 

30 componentsuid the^Sqtiid includes & ^ecoh^^ve compoffi^, the second active ^ ; ^ 'mtit 
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component being capable of either reacting with the first reactive component or 
facilitating the first reactive component to react with itself. 

Thus; tire two reactive components react on contact to form a solid lanrinaon the 
5 required pattern and this is repeated to form a solid article. 

Preferably, the liquid re.agent additionally comprises a viscosity lowering diluent. 

According to another aspect of the invention, there is provided a process for forming a 
1 0 three-dimensional article structured in sequential cross-sectional layers in accordance 
with a model of the article, the process comprising the steps of: defining a layer of 
powder material; applying a liquid reagent to the powder layer in a pattern 
corresponding to the respective cross-sectional layer of the model: and repeating these 
steps to form successive layers; and in which the powder includes a first reactive 
15 component and the liquid includes a viscosity-lowering diluent and a second active 

component the second active component being capable of either reacting with the first 
reactive component or facilitating the first reactive component to react with itself. 

Preferably the model is a digital model. Preferably the second active component acts 
20 as a catalyst to facilitate cross-linking of the first reactive component. 

Preferably the powder substantially comprises the first reactive component. 

The reaction may be in the form of swelling and tackification of the powder particles 
25 > and tken actual qhemical reaction with;t^e fhiid. \ ; .. ■ v- --u 

It has been found that the system according, to. the invention can allow the formed, 
• article to be relatively robust since the reactive powder and the liquid react chemically 
s 9 to \ form, a new chemical component Chemic^ bands can also : form between layers > r 
30 and so there may be no dependence on the mechanical honding relied upon in the prior - 
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art systems. The articles produced are void-free and free of powder relics within the 
structure. Effectively, the process gives rise to dissolution of the powder by the liquid 
giving- a viscous resin which then cures. This is to be contrasted with systems- in 
which theliquid serves merely to bind powder particles together without anyxhemical 
5 interaction 

* The powder undergoesj-apid dissolution on contact with the liquid. This produces a 

viscous, practically immobile resin which will retain its shape until curing is complete. 
This may be particularly achieved when the liquid is jetted at elevated temperatures, as 

1 0 mentioned below. 

The effect of the diluent is twofold. Firstly, the lowering of the viscosity enables the 
liquid to be jetted out of smaller bore nozzles, without the need to raise the 
temperature, thereby achieving a superior resolution. Secondly, it improves 
15 penetration of the liquid into the body of the powder, thereby achieving a more : . * - 
homogeneous distribution of the reactants while also enabling rapid aggregation of the 
powder improving resolution and further allowing the reactive liquid present in the jet 
liquid to react firmly with the surface of and interior of the powder. 

20 The powder layers may all be of the same formulation, however, different materials 
can be used for different layers, or even in the same layer. Different liquids may also 
be used, either at different locations on the same layer or on different layers. 
Conveniently, the liquid is applied using a linear array of nozzles which are passed 
over the powder layer. Thus different liquids can be supplied to different nozzles 
,2^; • ^>£2uiW£r^^ be .applied inxespective.spquCTitial pass'e^^ 

: ir.t? + \ same.ppwderlaye^ or succeeding lay^rsv.f. v ■ ^ > . : -/;vf" ••■'" i y.-: : - - ^ 

The lay erwise construction of the . 1^ ... 

30 different whole ^layers or. multi-layers, thus affording differing properties of strength : 
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and flexibility. 

The process may include a further step of irradiating the article. The article may be 
irradiated pixel by pixel, line by line or layer by layer, and/or after several layers have 
- 5 . been formed, and/or after all the layers have been formed. Preferably, electromagnetic 
radiation is employed. Suitable sources. include UV light; mi%rowave radiation, visible 
light laser beams, and other similar sources. 

The nozzle system employed is preferably equivalent or identical to that used in inkjet 
10 systems, preferably piezo inkjet systems. Preferably, the size of the nozzle openings 

is the range 10 to 100 |xm and/or the size of the applied droplets is in the range 5 to 

100 fim, although the nozzle openings may be smaller than 1 jixm. even as small as a 

few nanometres, thus allowing correspondingly sized droplets to be applied. 

Preferably, the process incudes the step of varying the number of pixel drops and/or 
1 5 varying the applied liquid per pixel, per line applied and/or per layer, in order to 

achieve variable properties in the article. Another following jet or spray may cover 

same previously addressed area. 

By combining the compositions with programmable piezo printhead technology, it is 
20 possible to vary micro-material properties of the formed object, io achieve strength, 
texture and variable macro properties required in actual functional 3D objects. As 
Pixel addressability with piezo printheads can be as high as 20 micron spots, the 
resulting resolution can match the resolution achievable using laser address systems. 
This addressability will go even higher with the use of Nanojet technology delivering 
25 picoliter volumes of liquid, or less. ■ * 

Highly precise objects can be fabricated with fine detail. Different flmd^componeate ^ 
can be dispensed pixel- wise, line wise and layer wise within these address schemes, . 
with further differentiation possible through clustering in the pixels, lines and layers in- 
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a random or configured manner, to provide even more material property variation 
.from- flexible, elastic- and conformabler-to rigid-and toughened; In- addition to ' 
differential material properties (mechanical r and texture), true and accurate colour 
rendition in the formed object is available by having colourisable or decolourisable 
5 - reactive powder or by incorporating colourants in the dispensing liquids. Furthermore, 

i% e layers can be of different thicknesses and^each layer can itself be-formed with, a ' v. ' 
v , :. v ' prescribed topography by varying its thickness " over its extent,- The topography • 

between and in layers can be patterned, thus achieving optical or mechanical effects. 
The patterns (optical, electro, or integral electro-optical) can be planar (ie. within a 
1 0 layer) or can be 3-Dimensionally disclosed circuit within the laminar structure. 

Typically, the formed layer may be up to 300 um in thickness, though more 
commonly they might be up to 200 um. Thin layers down to 80 um or 50 pm may be 
achieved and possibly even thinner layers of 30 um or 1 pm. 

15 ' ''* : 

However to achieve these capabilities via the use of the arrays of adjacent nozzle jets, 
it is desirable in the first instance to have low viscosity liquids (less than 40 cps with 
2-30 cps preferred at ambient temperatures), which can be jetted at high jet firing 
frequency preferably 5 to 20 KHz line frequency and preferably 60- 1 00 KHz 
20 individual jet frequency). 

It has therefore been found surprisingly that diluents present in the jetting liquid which 
act to reduce the visdosity of normal polymerisable: mixtures from over 40 cps to 
below 1 5 cps (a more useful viscosity range), serve the dual purpose of viscosity 

»*« ~ - £6ly'mensabl^ liquids The^diluent itSelf Cancadhere smtablest? - " ' ■ '• 

V? m- ' poWaer;p^cles%ether (i6; m erm6setfing : or mefmoplastic powders) givmrcbatin^^^^e 

of 3D objects' with the properties- of the bulk polymer/composite making up the .>,ecu- : attsvr 
■ ^ow^^ThisM^ence effe'& probably to^es : we^g/swelling,^ parnM^ y%?t 
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dissolving phenomena, such that the powder particles coalesce smoothly without the 
presence of fracture forming voids. 

Most surprisingly however, the diluent also enables polymerising/crossliokable liquids 
5 present in the dispensing liquid fluid to wet and penetrate the powder probably 

through pc/lymer swelling/partial dissolving actions. Thus, polymerising/crosslinfciag.'. 
can take place at the surface of and within the powder as well as within the jetted i ^ 
liquid residing between the powder particles. 

1 0 Furthermore, when using powders which have complimentary chemistry to the 
polymerising/crosslinking components in the jetted liquid, effective micro/nano- 
mixing and reaction can be effected, yielding higher strength composites, without 
voids which can be initiating sources of fracture failure. 

15. It has been found that deliver} 7 systems are now available which allow higher 

temperature jetting possibilities. Using this capability allows certain riaeological 
advantages to be attained. Jetting liquid temperatures of up to and over 100°C may be 
used, for example temperatures of 65°C to 75°C. At a temperature of about 70°C, 
jetting delivers the liquid to what is effectively an insulating powder and so faster 

20 ingress and a faster reaction can be achieved. 

Preferably, the powder comprises reactive organic or organometallic polymers, 
oligomers or monomers and the liquid reagent comprises a curable resin. The ppwder 
may also contain an organic or inorganic filler, a pigment, nanoparticies, a dye and/or 
25. S a surfaeta&t. : .v . * 

• The pawder can be a thermoplastic material eg polyvinylacetal, a surface treated .\ 

• powder eg. treated polypropylene, ABS or polycarbonate,, or thermosetting powders, 
eg. epoxy powders from Vanticp Ltd, sucfe as that. available under the 4esi@iaiion.v ; 

30 PT8267, which is a powder derived from PT 810 poly-epoxy and polyester. The .. . 
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powder can include a suitably treated filler having reactivity on the surface, eg. epoxy- 
silane treated fillers. such as silica. The powder may also comprise acrylatei ! v.v, 
epoxidised, animated, hydroxylated organic or inorganic particles,- presents such or • -w" 
as composite with a polymer. ' ' • 



Example's of suitable powders are-polyacry lie acid,- poly(acn'lomhile-co-bufadiene): .-V"' 
poly(a%lamme^pblyaci$ic renins with functional acrylate groups, polybutadiese,. -. 
epoxy functionalised butadienes, poly(glycidyl(meth)acrylate), polyTHF, 
polycaprolactone diols, HEMA, HEA, maleic anhydride polymers, eg. styrene-maleic 
1 0 anhydride, polyvinylbutyrals, polyvinyl alcohol, poly(4-vinylphenol), 

copolymers/blends of these compounds, and any of these compounds endcapped with 
epoxy, vinyl ether, acrylate/methacrylate, hydroxy, amine or vinyl moieties, as 
appropriate. 

t 

, .'' 15 Inorganic or organic particles can be reactively surrounded/treated by monomelic, 
oligomeric or polymeric compounds which have additional reactive functionality 
which can participate into reaction with the jetted crosslinkable resin. Preferably, 
. , therefore, the diluent in the liquid has reactive groups capable of swelling and/or 

dissolving the powder. 

20 

The curable/polymerising/crosslinkable liquids can involve compounds which can 
undergo condensation reactions triggered either by thermosetting reactions such as 
epoxy/amine or isocyanate/polyoyamine etc., or by electromagneiically triggered •:. .,, 
cationic systems such as epoxy plus cationic photo-initiators (sulfonium, iodonium or 

^ ^^^mM'^m^^yj^^^ radje^ly.Ci^edjsy 

; -Kfit^y '•' epoxy-acryjates, plusradical photbinifiatorai benzophenoney Irga ajkylborates: , 

. b... ..: :■ • ,- *. ■•• , iodonium salts. ln :: the former case, ; 1hereaetants,cah>be separate^^ included in. the 

Uquid.and the powder (eg. epoxy in the" liqti^ai^iajn^e in &e..powder) or.yice^yeisa,^ 

sxx,'... r /V -:W .suchth^t on jetting,ithe. two componentsrreact to. form^the con densation piodijck. In*:£k 
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powder, separately or together with the curable resin composition. If together with the 
curable resin, then the diluent can enable much' faster reaction rates to be obtained on 
application of the jet liquid containing -.the diluent and the reaction triggering 
electromagnetic irradiation. The electromagnetic radiation can be administered 
imagewise in synchronisation with the liquid jet activation, pixel, line or overall whole 
layer wise irradiation. - s 

The liquids can be epoxy, acrylic, isocyanate, epoxy-acrylates, amino, hydroxy based 
compositions, as neat liquids, diluted liquids or as emulsions in water. In case of 
electromagnetically activated crosslinking reactions, the liquid may contain 
electromagnetic sensitive compounds, such that on jetting the liquid, the 
electromagnetically active, photoinitiator compound releases the crosslinking 
activator, eg. a radical or acid or base. 

i 

1 5 Examples of suitable liquids are one or more of cycloaliphatic epoxy optionally with 
diol/triol/polyol moieties, glycidyl epoxy, epoxidised polybutadiene, 
aliphatic/aromatic amine, methacrylate, acrylate, styrene/substituted styrene, 
acrylonitrile, vinyl ether, alkenes eg. isoprene, oxetane, organic acids or esters, organic 
acid halides, propenyl ether epoxides, siloxane epoxy or oxetanes, allyl nopol ether 

20 epoxide, and cycloaliphatic epoxy alcohols. All of these can be mono- or multi- 
functional. 

The liquids may contain colloidal or nano-particles of ceramics, organic micro- 
panicles, metals and alloys. The viscosity of the liquid can be from 2 to over 500 cps 

25 . at room temperature and then have.a much lower viscosity at higher operational .* ,i; 
temperatures. Preferably, the viscosity of the resin composition is low, eg. 2 to 20^30 ^ 
cps^at room temperature to be compatible with current array piezojet systems; Jt has , ... 
been found that diluents (reactive or not) not only enable the low viscosity to be 
attained, but also surprisingly help with theiitfima^ 

30 liquid and the reactive powder. This effect yields much tougher composites. 
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In one embodiment, the liquid will cure in the presence of the powder but does not ■ ■ 3. - 

rely on the powder to cure. This cari'be advantageous in areas in which the liquiddoes r 

not come into contact with powder or a substantial amount of powder, eg. in the voids -a . 

o between particles, particularly if powder spreading has been flawed in places. Thus 

; ~ . any unevenness in the powder spreadmgis : 6vercome>by, using^a reaetive liquid which ■ 

:. J itself cures into a mass r filling in any gaps- An,example would be. a UV cui*e epoxy or 

acrylate fluid incorporating an initiator. 

1 0 The jetted liquid can be jetted or micro-sprayed onto the powder. Two or more liquids 
maj^be jetted or sprayed simultaneously from adjacent jetting or spraying printheads 
such that the liquids combine either in flight or on/around the surface of the reactive 
powder. This process is particularly useful for jetting/spraying traditional two 
component adhesive resin mixtures, which have to be held separately until in use. 

15 * • ■ .r • " - ' " * 

The liquid resin composition may contain pigments or dyes for producing coloured or 

selectively coloured parts. 

Preferably, the diluent is present in the range 30 to 60% by volume, more preferably to 
20 30 to 40. Preferably, the reactive component represents 30 to 80% of the powder, 
more preferably 50 to 70%. Preferably, the thickness of the powder layers is in the 
range 200 to 0,1 jam, more preferably 150 to 0.5 jam. It is appreciated that these are 
scaleable properties depending on powder size, number of reactive sites, eg. hydroxy * . - 
or amino number and swelling characteristics of the powder on addition of the 
- . .diluent/te^ ^ * J^j^^^ - - 

f . :Tl^ere^^rious ways in which the^po;wder lasers canbe built up. For exair#e^@i '¥ £vy i 

powder materialrcan be. supplied to an enclosure and the article is fonnedpn a ;,. ,^ v .. 
> : ... ; /.platform .withmtthe v ehc ..AsMchisuccesSiye layer is. formed, the platfo fti jggg^ fjA g . 
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lowered into the enclosure and so a fresh supply of powder is placed on the previous 
layer. The powder can then be levelled off to the required thickness, eg. by a blade. ./ 
In this way, the article is supported by the powder while it is being formed: 

5 After 3 dimensional construction, the excess powder is removed, and the part is 

preferably further post-cured, either thermally or by ^ing electromagnetic ire&dianqn, . 
(eg. UV, visibly, infra red, microwave etc). 

The process lends itself very conveniently to the production of articles from a digital 
1 0 representation held by a computer, and is particularly suitable for use with CAD 

systems. Thus, an article can be designed using CAD software, the digital information 
can be converted to a series of laminae in digital form and the digital representation of 
the laminae can be used to control the delivery of the liquid sequentially on to 
successive layers of the powder, in order to reproduce the article in 3-dimensions. The 
15 techniques can be used for rapid prototyping and even small scale rapid manufacture.. 

The produced object can be used as an actual technically functional part or be used to 
provide a proof of the CAD files before actual production. The technique is also 
suitable for in-line production use as layered encapsulants in the electronic field and 
20 for formation of micro-printed optics. The technique may also be useful in forming 
multi-layer structured films with polarising optical or wave guiding effects. 

It will be appreciated that by using the techniques of the present invention, it is 
possible to build up three dimensional articles in the form of laminated blocks or items 
25 . . with QQpiplex shapes. By varying the characteristic? across the layers including la^er .:■ 
thickness, as they are formed, optionally on a micro-scale, it is possible to instil at -j: 
least a functionality in the finished, article. This functionality can take many forms,, u 
examples of which include electronic circuits and optical components. In the case of 
electronic circuits, the techniques of the invention offer a method of producing., 
30 intricate circuits of microscopic size. Preformed circuits can be embedded in the - 
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layers. In the case of optical components, the invention enables the optical properties 
of a component to be varied layer by layer and across each layer, and each layer can.be . 
.-of varying thickness; thereby enabling complex optical multi-layer films -.to be ^ ■• 
, produced:.- ' :f .• '*••- -"- : - ril: ' : * vV " 

5 . - 

' Itis;also^possible:to buildthe component oh to a substrate which is then retained^^- • v. ; 
part of the : final finished article. Such a substrate might be a glass or plastic sheet* Lr- 
which could for example form part of an optical component. 

10 The invention may be carried into practice in various ways and some embodiments 
will now be described by way of illustration in the following Examples. 



EXAMPLE 1 

Jetting Solvent onto Thermoplastic Powder (PolyvinylButyral) powder. Butvar grade 
; - - . 15 . B-76, obtained from Solutia Inc. was chosen because of its known ability to crosslink 
or react via the hydroxy and acetal groups present in the poljmer. 

A layer (200 ^m thick) of polyvinylbutyral B-76 (sieved to 100 jam size particles) 
obtained from Solutia, was spread on a microscope slide. The slide was placed on an 
20 X, Y table, housed in Jetlab equipment from MicroFab Technologies Ltd, Texas, ; 
USA. Acetone was jetted on the powder using a 50 micron jetting single Piezo 
printhead from MicroFab. 1000 drops were dispensed per spot. After shaking off the 
untreated powder, an aggregate of 650 \xm diameter remained attached to the slide. 

in a l&e£a^ " v "-fc*S*-- ' 

■ pother 1^ ••• ; • 

: ... : Afte r sha king off the powder, a panel of aggregated Butvar particles was obtained, ... r 

.} \, ' , . » _ j. :.: : i?appro5dm at 70- C for lS mifeto yiel^c .k$P V 
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translucent panel of polymer, having a Tg of 56°C. 

Further heating at 100°C for one hour yielded a panel of polymer having a Tg of 73°C, 
indicating a degree of -cross-linking was taking place. 

.5 

EXAMPLE 2 , . , L, v . 

Jetting UV curable Recin XD4719 (Vantico Ltd) .diluted to 50% in MEK onto 
PoMdnylButyral Powder 

1 0 Undiluted XD4719 which has a room temperature viscosity of 230mPa.s, did not jet at 
room temperature and jetted unstably at 50°C at which the viscosity is 55 mPa.s. 
However, repeatable jetting was obtained with 50% dilution with methyl ethyl ketone 
(MEK). 

15 A layer (200 urn) of pol^dnylbutyral B-76 was spread onto the microscope slide. 

The slide was positioned and registered on an X, Y table of Jetlab equipment, 
produced by MicroFab. XD 4719 diluted to 50% with MEK (viscosity 15 cp approx at 
room temperature) was jetted onto the powder as follows: 

. 20 

A grid of 2.5 mm by 2.5 mm cells covering an area of 25 mm by 25 mm was written 
on the powder using 50 drops of 50 ^m droplet size per spot with inter spot spacing of 
100 \xm. The sample was UV irradiated with high intensity UV. 

25 On treatment with iso-propanol, the untreated areas were clear and swollen witfothe 

solvent, whereas jetted areas were opaque and hot swollen, showing that the jetted / - . 
" * resin had polymerised around the powder, protecting it from solvent effects. • Sh>, : . > * 

The viscosity measurements were made in mPaJs using Broolcfield HBTDCP, OP40, - j 
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50 rpm. 

■■ EXAMPLE 3 •• • 'v. ■ ' '■' • 

• Sequential, jetting onto three layers- of powder. ' • '■' 

5 • • ■ - 

The procedure 'of Example 2 was repeated .three times; each tinie spreading a freshsKH) 
micron layer of powder over the previous jetted and HV irradiated layer. * 

Thus: 

10 Step 1: a 200 una layer of Burvar B-76 was jetted with the 50% MEK diluted XD4719, 
in a grid of 5mm by 25 mm, with grid cell size of 2.5 mm by 2.5 mm. This was UV 
cured. 

Step 2: as for step 1 , bur with a new layer spread on the first imaged layer. This was 
15 UV cured; 1 ■ 

Step 3: as for step 2, but with a new layer spread on the second imaged layer. This 
was UV cured. 

20 Thus in total 3 layers were treated. The excess untreated powder in the three layers 

was removed by shaking to reveal a three dimensional formed grid, 670 um in height. 
On heating at SOX for 5 minutes a tough three dimensional grid was obtained. 

EXAMPLE 4 
25 Theproc^dure^pfE^ 
>:?. ; •" vv: -tiihewW a jet^fiuid made up of the cationic curable resin Oxetan^UVR 60003 -04.^ 

] ^sensitised with a UVI 6974 sulfpnium photoinitiator, both from Union Carbidejeftefl -f^ ' : r r 

using a 9-nozzle Siemens piezo printhead system . This oxetane mixture has a low ....... , .,, , 

■. - • viRcosiry r22 mPa.s/room temperature) and can.therefore be jetted.directly atroon^fi:; &Sxr.-..-'. -;c 
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temperature. 

The hydroxy groups in the Butvar B-76 powder are believed to react with the oxetane 
ring on acid catalysis, especially on further heating. A layer of B-76 powder (200 
microns) was made in a flat dish. A fluid made up of 95% wt UVR 6000 and 5% wt 
WI 6974 was jetted onto the powder using a Siemens 9 nozzle piinthead. 

The treated powder associated rapidly on being jetted with the fluid. Immediately 
afterwards, the layer was flood irradiated with UV and heated. Excess powder was 
shaken off, revealing a cured panel of powder/oxetane composite, which resisted 
breakage when pulled manually. 



EXAMPLE 5 

General Testing procedure to establish the increase in strength when UV curable resin 
XD47 1 9 is mixed with powders. 

A dog-bone mould of 6cm x 1cm and 3mm depth was filled by packing with the 
candidate powder. The amount of powder was weighed and mixed with equivalent 
weight amount of photomonomer compositions XD4719, from VANTICO LTD. 

The slurry of powder and photomonomer was placed back into the mould and cured in 
3 passes placed on a moving web, travel speed IQm/min under a UV light source 
. (Fusion Systems F450, 120 W/cm). 

The cured dogbone was analysed for the flexural strength and. elongation at break. . 
The results are shown in Table 1. As clearly seen, the composite of the XD resin with 
the reactive Butvar powder has increased strength, whilst maintaining very good 
elongation at break. 
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EXAMPLE 6 

- General testing procedure to establish the increase in strength achieved- when a fluid • 
made up of a reactive fluid (eg. UV curable resin<XD471 9) is niixed with a.diluent 
- - wliich aids in the wetting and reaction between- the powder and the curable -fluids , - 

5 ----- , • 

■'■^y Example 6 is the -same as Example 5, but with'20%' wt,of XD47 19-- : repfed.-w1ii; ; : > k f y ^ ^ 
'-^ • ^niyth¥l^etii3^ketone'-(MEK)^ < ^ ^ M^^^^-j^ 

As seen clearly in Table L there is a greater increase in strength after UV and heat 
1 0 cure of the Butvar-XD47 1 9 composite when made using the diluent. 



.. ■': V> v : *-*' v; - 
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EXAMPLES 7 to 20 

In these Examples, the powder formulation A to H-and liquid formulations Atto G are;. . * 
as set out below; - 

5 , . 

■> Powder Formulations y-^-" \j . _ * 

1 ■ Expressed as^percentage by mass : . »■ , 





A 


B 


c 


D 


E 


F 


G 


H 


Mowital 
B30H 










50 








Mowital 
B30HH 










50 


100 






Mowital 
B60T • 




100 














Mowital 
B60H 








100 










Mowital 
B70H 


100 




50 












Spheriglass 






50 








100 




Duraform 
Polyamide 
















100 
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Liquid Formulations 

Expressed as percentage by mass 





A ; B 


c : 


D 


E 


F 


Uvacure 
1500 


50 


30 


20 








TMPO 


45 


45 










UV16974 


5 


5 


2 








SR399 




20 










'"SR454 






-=rr «r 

30 


47 


20 


55 


SR306 






30 


30 


25 




SR238 






14 




30 


27 


Irl84 






4 








DVE-3 








10 






Ebecryl 
1039 








8 




14 


Ebecryl 
8402 










20 




IrlSOO 








5 


4 


4 



5 The additional materials used are as set out below. 



Material 


Supplier 


Description 


SR399 


Cray Valley 


Pentafunctional acrylaie 


SR454 


Cray Valley 


Ethoxylated trimethylolpropane 
triacrylate 


SR306 


Cary Valley 


Tripropylene glycol diacrylate 


SR238 


Cray Valley 


1 5 6-Hexanediol diacrylate 


DVE-3 


BASF 


Triethylene glycol divinyl ether 


Ebecryl 8402 


UCB 


Aliphatic urethane acrylate resin 


Top 90 


Perstorp 


Ethoxylated oxetane 


Mowital B30H 


Clariant 


Polyvinylbutyral 


Mowital B30HH 


Clariant 


Polyvinylbutyral 


Mowital B45H 


Clariant 


Polyvinylbutyral 


Mowital B60T 


Clariant 


Polyvinylbutyral 


Mowital B60H 


: Clariant 


Polyvinylbutyral ' l 


Mowital B70H 


Clariant 


Polyvinylbutyral 


Spheriglass 2503 CP03 


Potters-B allotini 


Aminosilane coated glass spheres 


Duraform Polyamide 


DTM 


Polyamide 
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In these Examples, mechanical test specimens were built using the following 
. ... procedure. - ...... 

-Step .1 . .A layer of the appropriate powder- (5 00 ^im) was spread on a metal plate, 
5 which was placed on an X-Y stage, housed in Jetlab equipment from MicroFab . 
- • r - ■ Teclmolpgies,Ltd-^exas, USA. . - ~ r : J-^-i-i-,-; 

Step 2. The appropriate resin was jetted onto the powder using a Microfab 50jum 
single jet head heated to 70°C, in a pattern consisting of lines spaced laterally by 
10 250jim, at a droplet density given below. The pattern was then cured by exposure to 
UV light (4W, 2mins). 

Step 3. A further layer of powder (300^im) was spread over the previous layer, and 
step 2 repeated. 

15 . . . , . 

Step 4. Step 3 was repeated 3 times. The article was removed from the free 
powder, and post cured according to the schedule specified in Table 2 below. 

20 



* 
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Table 2 - Examples 7 to 20 



Example 


Powder 


Liquid 


Print 
Density 

per mm) 


Tensile 
Strength 


Tensile 
Modulus 


Elongation 
Modulus 


Tg(°C) 


Notes 


~T 


A 


A 


250 


13.5 


395 


5.0 


68.9' 


Opaque/ 
Powdery 




A 


A 


300 


30.0 


751 


7.2 


78.2f 


Glassy/ 
Dark 


9 


F 


A 


300 


Unsuitab 


e for testing 


Continuous 
layers not 
formed 


10 b 


B 


A 


300 


38.8 


861 


7.7 




Transparent 


ll 11 


B 


A 


300 


47.5 


1194 


7.6 


50$ 


Transparent 


12 a 


B 


B 


300 


23.3 


606 


5.7 




Transparent 


13 a 


C 


A 


300 


28.5 


1168 


3.7 




Translucent 


14 a 


D 


C 


300 


28.7 


672 


6.0 




Transparent 


15 a 


E 


D 


300 


27.3 


1600 


3.6 




Transparent 


16 a 


E 


E 


300 


12.2 


300 


21.9 




Transparent 


17 a 


F 


F 


300 


26.3 


670 


7.4 


55$ 


Transparent 


Comparative Examples 


18 a 


G 


A 


300 


6.9 


2574 


0.25 




Opaque 


19 - 


H 


A 


300 


Too weak for testing 


Opaque 



a 2 hrs fiood UV cure 
2 hfs flood UV cure, 120°C for 2hrs 

5 



t Measured by DSC 

t Measured by DMA (G") • : ; . 
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Comparison between Examples 8 and 1 3 and Comparative Example 1 8 shows, the 
importance of the. ingress, mechanism. In Comparative Exaniple-18, the powder . . . . . . 

. consists solely of glass -r no ingress or dissolution of the powder can occur, resulting, ,.. , ,,. 
in very weak specimens with low tensile strengtl^s and.elongation at brealc. Examples, 
5 g and 13 use the same liquid, however, the presence of the Mowital B60T in. the 
. ,ppwder, which the liquid will partially 4issolve,,ingress into and react with, provides 
npch greater tensile shengths. .Cpnmarah> Example 19, m w^^ • ■ 

consists of a polyamide which is insoluble in the liquid, gives very weak parts due to 
the lack of solubility/ingress, and also due to the fact that the UV radiation is absorbed 
1 0 by the opaque nature of the samples. 

Sufficient liquid is required for this mechanism to prove effective. Examples 7 and 8 
differ only in the quantity of liquid provided per volume element of powder. A 
moderate increase in the volume of liquid provided (20% increase from Example 7 to 
15 Example 8) results in a large increase in tensile strength. * • V- 

Poor specimens with lack of resolution result if the dissolution of the powder by the 
liquid is too great. Example 9 differs from Example 8 in the molecular weighted 
functionality of the pol^dnylbutyral powder. Greater dissolution of.fhe lower< : 
20 molecular weight powder in Example 9 results in the liquid dissolving the powder to 
produce balls on the surface of the powder bed instead of a continuous printing layer. 
... Thus a system is required in which some ingress and dissolution of the powder occurs 
,only : to the extent that the resulting mixture is relatively immobile. .-- ; 

.. . , 25.,,-'.. tensile ^eng^dtensUe moduli ten^ to be,greater foy^fli^^^^^^^ 

... . ^^.^ .in the powders.;. Y .-\rf ^ ' W 4 ^ ' " 
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EXAMPLE 20 

In this Example multiple jet fluids were applied to-a common powder to give a single- 
item with- distinct regions of different mechanical properties. The following procedUn 
was adopted. 

Huid Formulation (expressed as % mass} 



A 



10 



15 



o 0 



Uvacure 
1500 
TMPO 
TOP 90 
UV 16974 

Step 1 



Step 2 



Step 3 



50 



45 



25 

45 
25 



A layer of Mowital B60T (500um) was spread on a metal plate, which 
was placed on an X-Y stage, housed in Jetlab equipment from 
MicroFab Technologies Ltd, Texas, USA. 

Resin A was jetted onto the powder using a Microfab 50um single jet 
head heated to 70°C, in a pattern consisting of lines spaced laterally by 
250um, at a droplet density of 300 drops/mm. The pattern, consisting 
of two squares (sides 20mm, 10mm apart) was then cured by exposure 
to LTV light (4W, 2jnins). 

A further layer of powder (300um) was spread over the previous layer, 
and step 2 repeated. 



Step 4 



A further layer of powder (30.0um) was spread over the previous layer, 
and step 2 repeated without the UV cure. 
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10 



Step 5 Resin G was jetted onto the powder using the same printhead, heated to 

■ ~ 70°C, in a pattern consisting of lines spaced laterally by 25Qum, at a . 
. droplet density of 300 drops/mm. The pattern, consisting of two 
rectangles (width 5mm, length 1 8mm : bridging the. two previously 
printed squares) was then cured by exposure to LTV light 2mins),, , 



Step 6 A further layer of powder (300^) was spread over the previous layer, 

and step 5 repeated. 

Step 7 Step 6 was repeated. 

Step 8 The part was removed from the loose powder. 

15 Areas produced from fluid A were rigid while the areas produced from fluid G were 
very flexible, producing an effective hinge. The application of multiple fluids to a 
single layer of powder (as occurs in layer 4) provides good bonding between areas 
made from different fluids. • 



WO 02/4164354 



25 



PCT/GB02/00615 



Claims 



10 



1 • A process for forming a three-dimensional article in sequential cross-sectional- 
layers in accordance with a model of the article, the process comprising the steps of: ■ 
defining a layer of powder material: applying a liquid reagent to the powder layer in a 
pattern corresponding to the respective cross-sectional layer of the modeled ■> 
repeating these steps to form successive layers; characterised in that the powder •* 
substantially comprises a first reactive component and the liquid includes a second 
active component, the second active component being capable of either reacting with 
the first reactive component or facilitating the first reactive component to react with 



itself. 



15 



20 



25 



2. A process as claimed in Claim 1, characterised in that the liquid reagent 
additionally comprises a viscosity lowering diluent. 

3. A process for forming a three-dimensional article structured in sequential 
cross-sectional layers in accordance with a model of the article, the process 
comprising the steps of: defining a layer of powder material; applying a liquid reagent 
to the powder layer in a pattern corresponding to the respective cross-sectional layer of 
the model; and repeating these steps to form successive layers; characterised in that 
the powder includes a first reactive component and the liquid includes a viscosity- 
lowering diluent and a second active component, the second active component being 
capable of either reacting with the first reactive component, or facilitating the first " 
reactive component to react with itself. 

4. ..A process as claimed in Claim 3, characterised in that the powder substantially 
• comprises the first reactive component. . ... .. . .. 



5. 



0 • ■ a digital model 



A process as claimed in any preceding Claim characterised, in that the modei is 
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6. A process as. claimed in any preceding Claim, characterised in that the second. 
active component acts as a catalyst to facilitate cross-linking of the first reactive 
- component. ; -•• 

5 . ...... 

.- 7. '.% A processes claimed m-any preceding^claim, characterised, in at least one, - 

"..->„ ofcthe layers of powder^comprises a differentmaterial. " " 

8. A process as claimed in any preceding claim, characterised in that a plurality of 
1 0 different liquids is applied to respective powder layers. 

9. A process as claimed in any preceding claim, characterised in that a plurality of 
different liquids is applied to a single powder layer. 

15 10. A process as claimed in Claim 9, characterised in that the different liquids are 
applied ha a single pass. 

1\, A process as claimed in Claim 9, characterised in that the different liquids are 
applied in respective sequential passes. 
20 • 

12. A process claimed in any preceding claim, characterised in that the layers 
formed have differing thicknesses. 

13; A process as claimed in any preceding claim, characterised in thai a layer * s 

. .r-Mv ■4''.$t}&^,.;$L-.-i- £ • . •• ..>''.:■:.'■'' •■-I-'-- ■•'>& '-'" ^V'^^r:'/-' ."' Vi * ' 

J ^| J . ; Access as claimed inpy preceding <^i^«ag^f : ^^^^?^ <&,' • = 

V of iiradiaiing the; article. _ , , , ; V V 

-'30 ..; a5^ ' ; - : Aptocessas claimed in Claim 14, characterised ;in that the article is irradiated, •;. &■ 
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pixel by pixel, line by line or layer by layer, either randomly or clustered. 

16. A process as claimed in Claim 14 characterised in that the article is irradiated 
after several layers have been formed. - 

5 

. 17. A process as claimed in Claim 14, characterised in that the article is irradiated/ , 
after all the layers have been formed. 

1 S. A process as claimed in any of Claims 14 to 1 7, characterised in that the 
1 0 irradiating step employs electromagnetic radiation. 

19. A process as claimed in any of Claims 14 to 1 7, characterised in that the 
irradiating step employs UV radiation. 

i 

15 20. A process as claimed in any preceding claim, characterised in that the liquid 
reagent is applied through a plurality of nozzles. 

21. A process as claimed in Claim 20, characterised in that the nozzles form part of 
an Inkjet printer or a device including a set of nozzles generally equivalent to an inkjet 

20 print head. 

22. A process as claimed in Claim 21, characterised in that the nozzles operate on 
the principles of piezo inkjet technology. 

25 23 . A process as claimed in any of Claims 2(Mo 22, characterised in that the size of 
the nozzle openings is the range 0.01 to 1 00 urn and/or the size of the applied droplets ■ 
• is in the range 0. 1 to 200 um. ' 

24. A process as claimed in any of Claims 20 to 23, characterised by the further * - 
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step of varying the number of pixel drops and/or varying the applied liquid per pixel, 
per line applied and/or per layer, in order to achieve, variable properties in the article. . 

25.. A process as claimed in any preceding claim, characterised in that the powder 
/ .5 . . comprises reactive organic or organometallic polymers, oligomers or monomers, and 
, the.Jiqiiid reagent comprises .a curable resin. 



10 



26. A process as claimed in Claim 25, characterised in that the powder contains an 
organic or inorganic filler, a pigment, nanoparticles, a dye and/or a surfactant 

27. A process as claimed in any of Claims 2 to 26, characterised in that the diluent 
in the liquid has reactive groups capable of swelling and/or dissolving the powder. 

28. A process as claimed in any preceding claim, characterised in that the liquid is 
15 coloured. ■ V 

29. A process as claimed in any preceding claim, characterised in that the liquid 
contains colloidal or nano-particles, such as silica, organic core-shells (made from 
micro-emulsions), metals or alloys. 

20 

30. A process as claimed in any preceding claim, characterised in that the viscosity 
of the liquid is in the range of 2 to 500 cps at room temperature. 

31. A process as claimed in Claim 30, characterised in that the viscosity of the 

s ^^ v -', x ^25-^«q»44.%Jess than 30 cps:.* ^^^f^^^&^l^^li . ' — - 1 & * ' ' 



".. \ ^ ,,. 32, .:. A process as$aim^ %*qm^ : 

jetted at a tempi^tture in the radge of 65 to _75*C. ., • , 

C .; 30 •• 33. . A process as claimed in.any precedmg claim, characterised in that the diluent.is ,; ;\, ... : u»- 
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present in the range 30 to 60% by volume. 

34. A process as claimed in any preceding claim, characterised in that the diluent is 
reactive. 

35. A process as claimed in any preceding claim, characterised in thai all of the 

liquid applied to the powder reacts to form a solid. 

. « »f 

36. A process as claimed in any preceding claim, characterised in that the thickness 
of the applied powder layers is in the range 1.0 to 30 um. 

37. A process as claimed in any preceding claim, characterised in that the thickness 
of the formed layer is from 1.0 um to 200 jum. 
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